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ABSTRACT : PURPOSE: To enhance the withstand voltage characteristics and the reliability of a 

molded flyback transformer FBT by insulating the FBT with unsaturated polyester resin 
composition having preferable adherence of the bobbin, case and charger of the FBT with 
cured resin composition, thereby preventing the exfoliation of the parts from the molded 
resin. 

CONSTITUTION: Unsaturated polyester resin composition mixed with more than 2 parts 
by weight (preferably 3.5-10 parts by weight) of organic peroxide in 100 parts by weight 
of base resin (transparent resin) is molded for a flyback transformer FBT manufactured 
with a bobbin and a case and molded with polybutyleneterephthalate mixed with 2-10% 
by weight of carbon black. In this manner excessive (more than 2 parts by weight) organic 
peroxide performs radical reaction with carbon black-mixed polybutyleneterephthalate, 
thereby improving the adherence of the resin with the polybutyleneterephthalate and 
preventing the exfoliation of the parts form the molded resin. 
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